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In the Claims : 

1 . (original) A method of manufacturing a luminescent screen assembly for a 
color cathode-ray tube (CRT), comprising the steps: 

screening an inner surface of a faceplate panel, thereby providing on the inner 
surface a screened surface having phosphor deposits and organic materials, (he organic 
materials having at least two components with different thermal decomposition 
characteristics, at least some of the organic materials overlie the phosphor deposits; 

depositing a metal layer on the organic materials; and, 

removing the organic materials from the inner surface of the faceplate panel by 
volatilizing the organic materials through heating such that volume rates of gaseous 
decomposition products from each of the components is less than diffusion rates of the 
respective gaseous decomposition products through the metal layer. 

2. (original) The method of claim 1 wherein the organic materials applied to the 
surface of faceplate panel have a composite screen weight of greater than about 1 .0 
mg/cm 2 . 

3. (original) The method of claim 1 wherein the volume rate of the gaseous 
decomposition products produced is controlled by adjusting rates of temperature 
increase* 

4. (original) The method of claim 3 wherein more than one rate of temperature 
increase is used to control separately the volume rates of the gaseous decomposition 
products produced. 
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5. (previously amended) A method of manufacturing a luminescent screen 
assembly for a color cathode-ray tube (CRT), comprising the steps: 

providing a luminescent screen assembly, wherein the luminescent screen 
assembly includes a metal layer formed on materials comprising organic materials 
applied to the surface of a faceplate panel of the tube; 

heating the assembly to a temperature to diffuse a portion of the organic 
materials through the metal layer during a screenbake step, and subsequently heating 
the assembly to a temperature to diffuse remaining organic materials through the metal 
layer during a frit curing step wherein diffusion rates of the organic materials through 
the metal layer is greater than the volume rate of gaseous decomposition products of the 
organic materials formed during heating steps. 

6. (original) The method of claim 5 wherein an oxygen source is provided during 
the frit curing step. 

7. (previously amended) The method of claim 5 wherein the materials include an 
oxidizer. 

8. (original) The method of claim 7 wherein the oxidizer is sodium perchlorate, 
potassium perchlorate, sodium chlorate, potassium chlorate, sodium nitrate, or 
potassium nitrate. 

9. (original) The method of claim 7 wherein the organic materials are volatilized 
at a rate of less than about 1 . 1 0 wt. %/min during the screenbake step. 



1 1 4.04/ PU010264 - Office Action - Finat - Odor Prep.DOC -3" 



PA<£ 3/14 * RCVD AT 1 1/412004 9:06:23 AM [Eastern Standard Time] * S VR: USPTO-EFXRF-1/0 * DNIS:8729306 * CSID717 295 6084* DURATION (mm-ss):04-02 



NOU-04-2004 09=19 



Ttnm Patents Lancaster 



717 295 6084 P 



1 0. (previously amended) The method of claim 7 wherein the remaining organic 
materials are volatilized at a rate of less than about 2.5 wt. %/min during the fiit curing 
step. 

1 1 . (original) A method of manufacturing a luminescent screen assembly for a 
color cathode-ray tube (CRT), comprising the steps: 

providing a luminescent screen assembly to the inner surface of a faceplate 
panel, wherein the luminescent screen assembly includes a metal layer formed on 
organic materials applied to the surface (hereof, the organic materials having at least 
two components with different thermal decomposition characteristics; 

exposing the luminescent screen assembly to a first temperature rate increase 
that ends at a first temperature at which a first component begins to volatilize; 

exposing the luminescent screen assembly to a second temperature rate increase 
that starts at the first temperature and ends at a second temperature to volatilize the first 
component; 

exposing the luminescent screen assembly to a third temperature rate increase 
that starts at the second temperature and ends at a third temperature to volatilize a 
second component; and 

exposing the luminescent screen to any additional temperature rates increases to 
volatilize any additional components, thereby removing the organic materials from the 
screen such that the screen assembly can be processed into the CRT and wherein each 
of the temperature rate increases creates gaseous decomposition products at volume 
rates that are less than respective diffusion rates of the respective gaseous 
decomposition products. 
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12. (original) The method of claim 1 1 wherein: 

the first temperature rate increase is up to an average value of 9.0 °C /min for at 
least 22.4 min, the first temperature rate ends at about 225 °C and begins to volatilize 
the first component; 

the second temperature rate increase is up to an average value of 1 .0 °C /min for 

at least 1 5 min, the second temperature rate increase starts at about 225 °C and ends at a 

about 240 °C to volatilize the first component; 

the third temperature rate increase is up to an average value of 0.75 °C /min for 

at least 80 min, the third temperature rate increase starts at about 240 °C and ends at 

about 300. °C to volatilize the second component; and 

additional temperature rate increases are incorporated in additional steps of: 
exposing the luminescent screen assembly to a fourth temperature rate increase 

is up to an average value of 2.0 °C /min for at least 25 min, the fourth temperature rate 

increase starts at about 300 °C and ends at about 350 °C to volatilize a third component; 

and 

exposing the luminescent screen assembly to a fifth temperature rate increase is 
up to an average value of 9.0 °C /min for at least 12.2 min, the fifth temperature rate 
increase starts at about 350 °C and ends at about 460 °C to volatilize a fourth 
component. 

13. (original) The method of claim 12 wherein the first component comprises 
ammonium oxalate monohydrate (AOM) and polymethylmethacrylate (PMMA). 
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14. (original) The method of claim 12 wherein the second component comprises 
ammonium oxalate monohydrate (AOM), polymethylmethacrylate (PMMA) and 
poly(2-hydroxyethyl methacrylate) (PHEM). 

15. (original) The method of claim 12 wherein the third component comprises 
polystyrene (PS), polymethylmethacrylate (PMMA) and poly(2-hydroxyethyl 
methacrylate) (PHEM). 

16. (original) The method of claim 12 wherein the fourth component comprises 
polystyrene (PS) and poly(2-hydroxyethyl methacrylate) (PHEM). 
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